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cast iron (see detail of hub, fig. 30), so that as the sieves
revolve, these balls fall from the hub to the outer end of the
arm and vice versd] this imparts a jarring action to the
sieve, which greatly assists in keeping the meshes clear, and
facilitates the passage of the fine powder through it To
prevent the jar being too severe, a rubber washer is placed
at each end of the arm, which softens the fall, and prevents
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SECTION     A.B.
FIG. 29.
any damage being done by excessive vibration. In some
works a square revolving sieve is used of somewhat similar
design, and some manufacturers prefer a circular revolving
one; of these latter types the author has had no experience,
and therefore cannot speak definitely, though he believes
such sieves have given satisfaction. For use with edge-
runners and similar mills, where a large quantity of coarse
particles and fairly large pieces of clinker have to be dealt
with, it is usual to arrange two sieves on the one frame, one